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(71) We, DAIKIN KOGYO KABU- 
SHIKI KAISHA, a body corporate organ- 
ised and existing under tie Laws of Japan, 
of Shin-hankyu Bldg., 8 Umeda, Kita-ku, 

5 Osaka-shi, Japan, do hereby declare the in- 
vention, for which we pray that a patent may 
be granted to us, and the method by which 
it is to be performed, to be particularly des- 
cribed in and by the following statement: — 

10 This invention relates to an oil- and water- 
repellent composition, and more particularly 
to the improvement of fluorochemical com- 
positions for imparting oil and water repel- 
lency to fibrous materials. 

15 It is well known in the art that the surface 
of fibrous materials treated with a certain kind 
of fluorine-containing polymers displays oil 
and water repellency. Such fluorine-contain- 
ing polymers having the above property are 

20 those having side chains containing a per- 
fluoroalkyl group of 3 to 21 carbon atoms. 

However, the fibrous materials treated with 
the fluorine-containing polymers have the un^ 
desirable property of accumulating electro- 

25 static charges developed by friction, which 
renders them susceptible to soiling. To over- 
come this disadvantage attempts have been 
made to use antistatic agents in combination 
with the fluorine<ontaining polymers, but the 

30 water repellency of the fibrous materials 
treated therewith decreases due to the bydro- 
philic property of the antistatic agents. 

An object of this invention is to obviate or 
mitigate the aforesaid disadvantages. 

[Price 2Sp] 


The inventors have studied the improve- 
ment of a composition containing fluorine- 
containing polymer and antistatic agent by 
adding numerous compounds of various 
kinds to the composition. As a result it has 
been found that when a water-soluble salt 
such as ammonium chloride is added to the 
composition fibrous materials treated with the 
resultant composition display excellent oil- 
and water-repellent properties and high order 
of antistatic property. According to this 
method, however, it is necessary to use a 
large amount of antistatic agent if a high order 
of antistatic property is to be obtained, thus 
impairing the color fastness to rubbing of 
fibrous materials dyed with a disperse dye 
and thereby limiting the application of the 
composition to a narrow range of uses. 

According to the present invention there 
is provided a water- and oil-repellent com- 
position which comprises an aqueous med- 
ium having dispersed therein, in a concentra- 
tion of 0.05 to 10 weight percent, a fluorine- 
containing polymer having side chains con- 
taining a perfluoroalkyl group of 3 to 21 
carbon atoms, a water-soluble salt of guanid- 
ine in an amount of 0.001 to 10 times the 
weight of said fluorine-containing polymer 
and an antistatic agent in an amount of 
0.0003 to 20 times the weight of said fluor- 
ine-containing polymer. 

According to the present invention it is 
essential to add a water-soluble guamdine 
salt in combination with an antistatic agent, 
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which enables die fibrous materials treated 
with the present composition: to display high 
order of oil and water repellency and anti- 
static property free of deterioration; in color 
5 fastness to rubbing of the fibrous materials 
dyed with disperse dyes. Such outstanding 
effect cannot be obtained with water-soluble 
salts other than the guanidine salts; the use 
of the other salts lowers color fastness to rub- 

10 bing of the dyed fibrous materials. 

The guanidine salts used in the invention 
are water-soluble guanidine salts of various 
adds. The adds include 1) inorganic mono- 
or poly-basic adds such as hydrochloric acid, 
15 nitric acid, carbonic add, sulfuric add, phos- 
phoric add, etc.; 2) organic monobasic acids 
such as acetic add, formic add, gluconic add, 
lactic add, etc. 3) organic polybasic adds 
such as oxalic add, malonic arid, succinic 

20 acid, malic add, maltic add, methylmalonic 
acid, ethylmalonic add, tartaric add, vina- 
conic acid, glutaric add, glutaconic add, sac- 
charic acid, itaconic add, adipic add, ph- 
thalic add, dimer of acrylic add and the like 

25 dibasic acids, dtric add, aconitic add, tri- 
carballylic add, campholonic add, trimer of 
acrylic add trimer of maleic add and the 
like tribasic adds, and polyacrylic add of a 
polymerization degree of 4 to 10000, poly- 

30 malric add of a polymerization degree of 4 
to 10000, etc. Of the guanidine salts of these 
adds the most preferable are guanidine salts 
of organic monobasic adds and organic poly- 
basic adds, since such salts ensure more ex- 

35 cellent antistatic property than guanidine 
salts of inorganic acids. The guanidine salts 
of these acids are easily available and can be 
prepared in conventional maimer, for exam- 
ple by reacting guanidine with an equivalent 

40 or excess amount of add in the presence of a 
liquid medium such as water or a mixture 
of water and water-soluble organic solvents. 
The reaction can be conducted at room tem- 
perature or a moderately-elevated temperature 

45 of less than 100°C. When polybasic add is 
used the reaction product contains minor 
amounts of byproducts, but there is no need 
to separate such byproducts because the pre- 
sence thereof in mixture with the guanidine 

50 salts gives no adverse affect on the properties 
of the present composition. 

The antistatic agents used in combination 
with the above guanidine salts include those 
which have been used previously as antistatic 

55 agents for fabric materials. Examples there- 
of are as follows: 

(1) polymers of acrylamide derivatives 


such as a polymer of a compound having 
the formula of 

CH 2 -CHC0NHCO<^ or 


CHji-CHCOOfCHgCHgO),. R 

CHe-CHcooCCHgC^oJs/ \h 2 coo~ 


60 


2) polymers of acrylic ester derivatives 
such as a polymer of rilethylammoethyl 
metiiacrylate quaternized with dimethyl sulf- 
ate; 

3) polymers of vinyl ethers such as a 65 
polymer of a compound having a formula 

of 

^? CH, 
0C 2 H ; NHC0NHCH ? N<^ 


4) polymers of vinyl pyridine derivatives 
such as poly - 2 - vinyl pyridine quatern- 70 
ized with p-toluene sulfonic add; 

5) polyamine resins such as polyethylene 
polyamine obtained by reacting a poly- 
amine with a reaction product of poly- 
ethylene glycol and epichlorohydrin; 75 

6) cationic resins such as a polymer of 
a compound having the formula of 


^NCHgCHgCHgNKCONHCHeOCHj d: 
. CH 2 CONHCH 2 OCH 3 J 


7) amide-based antistatic agents such as 
N-methoxymethyl polyamide, N,N' - di- 80 
methyl - N,N' - bis(hydroxymethyl) adipic 
amide; 

8) amphoteric external permanent anti- 
static agents such as a compound having 

the formula of 85 


wherein R is alkyl and r and s are each 
integers from 1 to 100; and 

9) polymers containing in the molecule 
alkyiene glycol chains having the formula 90 
_CH 2 CrV- O— or — CH(<^)CH 2 0---, 
such as polymers of the following mono- 
mers a) to q) below. 


a) R^CCH^OXOCCR^ CH 2 
95 b) CH 2 -CR 2 COO(CH 2 CH 2 0) n OCCR 2 = CH 2 

c) R x O [CHCCH^QLO] a OCCR 2 = CH 2 

d) CH 2 = CR^OfCHCOt^Ol^OCCR 2 = CH 2 

e) R 1 0(CH 2 CH 2 O)JCH(CH 3 )CH 2 O] m 0CCR 2 ==GH 2 

f) CH 2 =(^ 2 C00(CH 2 CH 2 O),[CH(C^)CH 8 0] m (KCR 2 =CH 2 
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g) 


0 


R'-O-0(CH2CH 2 0) n [0)(CH3^0j m 0CCR J =CH 2 


j) RK^OCCH^OXOCCR^CH, 

k) R 1 COO[CH(CH,)CH s O] a OCCR 1! =CH 2 

1) R'COOC^CH^ [CH(CH 51 )CH i O] m OCCR s =CH 2 


m) 


r'con<^ 


{C^CH^gOCO&Clfe 


o) 


,(CH 2 CH 2 0) n 2 


n) 


p) 


^ \hch,oocr ( 


CH^ CHCH 2 O0CR ! 


q) HS [CHaCHR^OOCCHaCHaOXCOCHR^jiSlqH 


wherein R l is hydrogen or an alkyl group 
10 of 1 to 20 carbon atoms and R 2 is hydro- 
gen or methyl At least one of X, Y and 
Z represents — OCCR a =CH 2 , -^CH=CH 2 
or — CC1=CH2 and any remainder are 
R 1 or R^O, R 1 and R 2 being as defined 
15 above. Independently, n, m and p are a 
number of from 1 to 100, and q is a number 
of from 1 to 200. 

Of these antistatic agents the polymers 9) 
which contain alkylene glycol chain in the 

20 molecule are the most preferable since they 
ensure the most preferable effects when used 
in combination with the guanidine salts dis- 
closed before. Such polymers 9) include homo- 
polymers of the monomers a) to q) above, 

25 copolymers of these monomers with one an- 
other and copolymers of such monomers a) 
to q) with other copolymerizable monomers 
containing the copolymerised monomers a) to 
q) in an amount of at least 70 weight percent. 

30 Examples of the copolymerizable monomers 
are (1) acrylic acid, methacrylic acid or such 
esters thereof as methyl, ethyl, propyl, butyl, 
isobutyl, 2-ethylhexyl, hexyl, decyl, lauryl, 


stearyl, etc.; (2) vinyl esters of aliphatic 
acids, such as vinyl acetate, vinyl propionate, 35 
vinyl caprylate, vinyl laurate, vinyl stearate, 
etc.; (3) styrene or styrene cornpounds, such 
as tt-methylstyrene, p^memybtyrene, etc.; (4) 
halogenated vinyl or vinylidene compounds 
such as vinyl fluoride, vinyl chloride, vinyl 40 
bromide, vinylidene fluoride, vinylidene chlor- 
ide, etc; (5) allyl esters of aliphatic acids, 
such as allyl heptanoate, allyl caproate, allyl 
caprylate, etc.; (6) vinylalkyl ketones, such 
as, vinylmethyl ketone, vinylethyl ketone, etc.; 45 
(7) acrylamides, such as N-methylol acryl- 
amide, N-methylol methacrylamide, glycidyl 
acrylate, glycidyl methacrylate, etc.; and (8) 
diene compounds, such as butadiene, 2,3-di- 
chloro-l,3-butadiene, isoprene, etc. Poly- 50 
merization reaction for producing these poly- 
mers may be carried out by the method con- 
ventional to the polymerization for various 
vinyl monomers. According to one of pre- 
ferred methods, for instance, the monomer 55 
or monomers are polymerized with stirring 
in organic solvents to produce the desired 
polymers. 
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Fluorine-containing polymers used in the 
invention are those having side chains con- 
taining a perfluoroalkyl group of 3 to 21 
carbon atoms, and examples of such polymers 
5 are homopolymers or copolymers of the fol- 
lowing monomers: 


No. 


Formula 


(1) R f S0 2 NR 4 OOCCR 5 =CH 2 

(2) R^CH 2 ) a OOCCR*=CH 2 

R s 

10 (3) R f CONR 4 OOCCR^CH 2 
OH 


(4) R f CH 2 CHCH 2 OOCCR^=CH 2 
OOCR 6 


(5) R,GH 2 iHCH 2 OOCCR 5 =CH : 
R,CH 2 COOCtt==CH 2 
R 1 CH=CH(GH 2 ) tt OOCCR 3 =CH 2 


15 wherein R* is a perfluoroalkyl group of 3 to 
21 carbon atoms, R 3 is hydrogen or an alkyl 
group of 1 to 10 carbon atoms, R 4 is an 
alkylene group of 1 to 10 carbon atoms, R fi 
is hydrogen or methyl, R 8 is an alkyl group of 

20 1 to 17 carbon atoms and n is an integer of 
1 to 10. 

These monomers and polymers thereof are 
known in the art For example, polymers of 
the monomer (1) are disclosed in British Pat- 

25 ent No. 857,689 and No. 904,262, those of 
the monomer (2) are in U.S. Patent No. 
2,642,416 and No. 3,102,103 and British 
Patent No. 1,011,612, those of the monomer 
(3) are in U.S. Patent No. 2,764,603, those 

30 of the monomers (4) are in British Patent 
No. 1,095,900, those of the monomers (5) 
are in British Patent No. 1,123,379, those of 
the monomer (6) are in U.S. Patent No. 
2,592,609 and those of the monomer (7) are 

35 in British Patent No. 1,101,049. Of these 
polymers homopolymers or copolymers of the 
monomers (4) and (5) are most desirable in 
the invention. 
Copolymers of the above fluorme-contain- 

40 ing monomers include those prepared by co- 
polymerizing the above monomers with one 
another or by copolymerizing the above 
monomers with copolymerizable monomers of 
other kinds. Examples of the copolymeriz- 

45 able monomers of other kinds are (1) acrylic 
acid, methacrylic acid or such esters thereof 
as methyl, ethyl, propyl, butyl, isobutyl, 2- 
ethylhexyl, hexyt, decyl, lauryl, stearyi, etc.; 
(2) vinyl esters of aliphatic acids, such as 

50 vinyl acetate, vinyl propionate, vinyl capryl- 
ate, vinyl laurate, vinyl stearate, etc.; (3) 
styrene or styrene compounds, such as or- 
methylstyrene, p-methylstyrene, etc.; (4) halo- 


genated vinyl or vinylidene compounds such 
as vinyl fluoride, vinyl chloride, vinyl brom- 55 
ide, vinylidene fluoride, vinylidene chloride, 
etc.; (5) ally! esters of aliphatic acids, such 
as allyl heptanoate, allyl caproate, allyl 
caprylate, ecc.j (6) vinylalkyi ketones, such 
as, vinylmethyl ketone, vinylethyl ketone, etc.; 60 
(7) acrylamides, such as N-methylol acryi- 
amide, methylol methacrylamide, glycidyl 
acrylate, glycidyl methacrylate, etc.; and (8) 
diene compounds, such as butadiene, 2,3-di- 
chloro-13-butadiene, isoprene, etc. Of these 65 
comonomers acrylic acid, methacryHc acid 
and esters thereof are most desirable. The 
copolymers used in the invention contain the 
copolymerised fluorine-containing monomers 
in an amount at least 25 weight percent, pre- 70 
ferably more than 50 weight percent 

Polymerization of the fluorme-containing 
monomers may be carried out by the methods 
known to the art, for example, by bulk poly- 
merization, emulsion polymerization and sus- 75 
pension polymerization, using heat, free-radi- 
cal catalysts, ultraviolet light or ionizing 
radiations. Of these methods, the most desir- 
able is emulsion polymerization, since stable 
aqueous polymer emulsion can be obtained 80 
by such a method. The emulsion polymeriza- 
tion may be carried out, for example, by 
polymerizing fluorme-cciitaining monomers 
in an aqueous medium containing dispersant 
and free radical initiator. As the dispersant 85 
various cationic or anionic surfactants may 
be used. Examples thereof are octadecyltri- 
methyl. ammonium acetate, dodecyltrimethyl 
ammonium bromide, tetradodec^trimethyl 
ammonium chloride, (dodecylmethyl-benzyl)- 90 
mmethyl ammonium chloride, (dodecyl- 
benzyl)-trirnethyl ammonium bromide, penta- 
decafluoroctyl ammonium chloride and like 
cationic surfactants, and sodium alkyl (Cur— 
Cj 8 ) benzene sulfonate, sodium alkyl naph- 95 
thalene sulfonate, sodium oleate, sodium alkyl 
(C lt — Ci 8 ) sulphonate, ammonium perfluoro- 
alkanonate and like anionic surfactants. 

The aqueous oil- and water-repellent com- 
position of the invention may be prepared 100 
easily by dissolving water-soluble guanidine 
salts in combination with antistatic agent in 
aqueous polymer emulsion containing fluor- 
ine-con tainin g polymers obtained by emulsion 
polymerization of the fluorme^amtaining 105 
monomers aforementioned or obtained by dis- 
persing fluorme-containing polymers in 
water. The composition contains the fluorine- 
containing polymer in an amount of 0.05 to 
10 weight percent, preferably 0.3 to 5 weight HO 
percent, based on the total weight of the 
composition. The water-soluble guanidine salt 
is contained in the composition in an amount 
of 0.001 to 10 times, preferably 0.5 to 5 times, 
the weight of the fluorine-containing polymer. 115 
Smaller amounts of the salts result in no or 
poor improvement of water repellency, while 
larger amounts adversely affect the stability 
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of the resultant composition without any bet- 
ter effects. 

The antistatic agents are added to the com- 
position in an amount of 0.0003 to 20 times, 
5 preferably 0.5 to 10 times, the weight of the 
fluorine-containing polymer. 

The present water- and oil-repellent com- 
position preferably has a total solids con- 
centration of not higher than 50 weight per- 
10 cent 

Fibrous materials which can be treated with 
the present composition are, for example, 
yarns, textiles, knitted fabrics, felts and non- 
woven fabrics made of various fibers, leather 

15 and paper. Such various fibers include cel- 
lulose, silk, wool and like natural fibers; cel- 
lulose acetate, cellulose propionate and like 
artificial fibers, and polyamide, polyester, 
polyacrylonitrile, polyvinyialcohol and like 

20 synthetic fibers, 

The fibrous materials are wetted with the 
present composition by coating, dipping, 
spraying, padding and like conventional 
methods, so as to attach the fluorine-con- 

25 taming polymer to the fibrous materials in an 
amount of 0.01 to 5 weight percent in terms 
of dry weight, based on the weight of the 
fabric. The wetted fibrous materials are then 
dried, and cured as required. After curing the 


fibrous materials may be washed with neutral 30 
detergents as required. 

To the present composition there may be 
added wetting agents, such as, isopropyl 
alcohol, isobutyl alcohol etc. and various 
finishing agents for fibers, such as melamine- 35 
formaldehyde resin, urea-formaldehyde resin, 
triazine compounds, triazole compounds, 
ethylene-urea compounds, glyoxal compounds, 
uron compounds, polymethyl acrylate, poly- 
butyl acrylate, polyvinyl acetate, polyvinyl 40 
alcohol, etc. 

For a better understanding of the inven- 
tion Examples are given below, in which all 
parts and percentages are by weight, and oil 
repellency, water repellency, electrostatic 45 
voltage and color fastness to rubbing are 
measured by the following methods. 

Oil repellency: AATCC 118 — 1966 T 
Water repellency: AATCC 22—1952 
Electrostatic voltage: Electrostatic voltage 50 
was measured by using Hayker's static 
machine described in Am.Dyestuff Rep. 
164 (1951) 
Color fastness to rubbing: JIS — L — 0849 

Example 1. 55 
(a) Preparation of the copolymer of 


(CF^oCFCCF^eCHs— CH(OH)CH 2 OOCCH=CH 2 


N-methyiolacrylamide and 2-ethylhexyl 
methacrylate. 


In a 300-ml 4-necked flask equipped with 60 
a reflux condenser, thermometer, dropping 
funnel and agitator were placed 36 grams of 


((^) 2 CF(CF 2 ) 6 CH 2 OI(OH)CH 2 OOCCH=:CH 25 


0.34 gram of N-methylolacrylamide, 31.5 

65 grams of 2-ethylhexyi methacrylate and 45 
grams of deoxygenated water, 7 grams of 
acetone and 6.4 grams of a 62:38 weight 
ratio mixture of dimethyioctadecyl amine and 
glacial acetic acid The resultant mixture was 

70 thoroughly stirred in nitrogen stream and 
gradually heated to 40— 55°C To the mix- 
ture was added dropwise 0.06 gram of azo- 
bisisoburyroamidine hydrochloric acid salt 
dissolved in 5 grams of deoxygenated water. 

75 After the addition the reaction system was 
heated with stirring at 58— 62C for 3 hours 
whereby stable polymer emulsion, milky white 
in colour having a polymer concentration of 
50% was obtained 

80 (b) Preparation of water- and oil-repel- 
lent composition and treatment of fibrous 
materials. 

100 Parts of the resultant polymer emul- 
sion was mixed with aqueous solution of 20 
85 parts of "TAKENON-AS 100" (trade mark, 
antistatic agent containing a polymer of poly- 
ethylene glycol methacrylate, Shin-Nakamura 


Kagaku Kogyo Kabushiki Kaisha, Japan) 
dissolved in 2000 parts of water. To the re- 
sultant mixture was added with stirring 10 90 
parts of guanidine hydrochloride dissolved in 
2000 parts of water and the mixture was 
diluted with 10,000 parts of water to pro- 
duce water- and oil-repellent composition, 
milky white in color. 95 

15 parts of "Amundsen" fabric (a crepe 
weave fabric) of polyester was dipped in the 
resultant composition for 3 minutes and 
squeezed to 80 percent impregnation, based on 
the weight of the fabric treated. Then the 100 
fabric was dried at 80°C for 20 minutes and 
heat-treated at 150°C for 3 minutes. 

The fabric thus treated showed no change 
in color and softness and displayed the fol- 
lowing properties. 105 

Water repellency: 100 
Oil repellency: 7 

Electrostatic voltage and half -value period: 
7V, lsec. (measured by using Nylon 
taffeta fabric rubbed at 600 r.pjn. under 110 
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a load of 500 g at 20°C at 65% RH for 
3 minutes, me measurement being made 
in the same conditions as above herein 
below) 

No change was observed in these proper- 
ties after washing or dry-cleaning the fabric 
3 times. 


A crepe weave fabric, known as "Amund- 
sen fabric", of polyester dyed with "Sumi- 
karon Blue R" (trade mark, disperse dye of 
Sumitomo Chemical Co. Ltd., Japan) was 
treated with the composition obtained above 
in the same manner as above, whereby fabric 
having the following properties was obtained. 


10 



Fabric 
obtained 

Contrast (non- 
treated dyed fabric) 

Water repellency: 

100 

0 

Oil repellency: 

7 

0 

Electrostatic 
voltage and 
half-value period: 

9V, 1 sec. 

460 V, 6 sec. 

Color fastness: < 

4—5 degrees 
in dry state 

4—5 degrees 
in wet state 

4—5 degrees 
in dry state 

4—5 degrees 
in wet state 


For comparison the same dyed fabric was 
treated in the same manner as above using 
the same composition except that no guanid- 
ine hydrochloride was added to the composi- 
20 tion, whereby the fabric having the following 
properties was obtained. 

Water repellency: 80+ 
Oil repellency: 7 4 
Electrostatic voltage and half-value period: 
25 250 V, 4 sec. 

A — 5 degrees in 
dry state 

Colorfastness to rubbing: < 

A — 5 degrees in 
Lwet state 
Color fastness to rubbing: A — 5 degrees 
in dry state, 4—5 degrees in wet state 

Further, for comparison!, the same dyed 
30 fabric was treated in the same manner as 
above using the same composition except that 
no antistatic agent was added to the com- 
position, whereby the fabric having the fol- 
lowing properties was obtained. 


Water repellency: 100 
Oil repellency: 7 

Electrostatic voltage and half-value period: 
1200 V, 11 sec. 

4 — 5 degrees in 
dry state 


35 


Colorfastness to rubbing: 


A — 5 degrees in 
wet state 


Comparative Example 1. 

Water- and oil-repellent composition was 
prepared in the same manner as in Example 
1 except that ammonium chloride was used 
in the amount shown below in the place of 
the euanidine hydrochloride and the anti- 
static agent, "TAKENON-AS 100?' (trade 
mark, the same as in Example 1), was used 
in the amount shown below. 

The same dyed fabric of polyester as m 
Example 1 was treated with the above com- 
position in the same manner as in Example 
1, whereby fabric having the following pro- 
perties was obtained. 


40 


45 


50 


7 
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Amount of antistatic 


agent used (parts) 

20 

40 

40 

Amount of NH 4 G used 
(parts) 

10 

10 

20 

Water repellency: 

100 

100 

100 

Oil repellency: 

7 

7 

7 

Electrostatic 
voltage and half- 
value period: 

330 V 
8 sec 

110 V 

5 sec. 

15 V 
2 sec 

Color 

fastness * 

In dry 
state 

4-5 

3 

3 

to 

rubbing: 

In wet 
state 

4-5 

2—3 

2-3 


Example 2. 
(a) Preparation of copolymer of 
(CF c ) 2 CF(CF 2 ) c CH 2 CHCH 2 OOCCH= CH 2 , 

ioCCH* 


N-methylolacrylamide and 2-ethylhexyl 5 
methacrylate. 

Aqueous emulsion having 50% concentra- 
tion of copolymer of 


(CF 9 ) 2 CF(CF 2 ) c CH 2 CH(OOCCI^)CH 2 OOCCH=CH 23 

10 N-methylolacrylamide and 2-ethylhexyl methacrylate was prepared in the same manner 
as in Example 1— (a) except that 

(CF a ) 2 CF(^ 

was used in the place of 

(CF 3 ) 2 CF(CF 2 ) 6 CH 2 CH(OH)CH 2 OOCCH=CH 2 . 


15 (b) Preparation of water- and oil-repel- 
lent composition and treatment of fibrous 
material. 

0.5 part of the resultant aqueous polymer 
emulsion obtained as above (a) was mixed 

20 with stirring with 0.5 part of "TAKENON- 
AS 100" (trade mark, the same as in Ex- 
ample 1) dissolved in 20 parts of water and 
0.5 part of guanidine hydrochloride dissolved 
in 50 parts of water. The resultant mixture 

25 was diluted with water to produce 100 parts 
of aqueous water- and oil-repellent composi- 
tion, milky white in color. 

The same dyed fabric as Example 1 was 
treated with the above composition in the 

30 same manner as in Example 1, whereby fabric 
having the following properties was ob- 
tained. 


Water repellency: 100 
Oil repellency: 7 
Electrostatic voltage: 10 V 


Color fastness to rubbing: - 


4—5 degrees in 
dry state 

4 — 5 degrees in 
wet state 
Comparative Example 2. 

Water- and oil-repellent composition was 
prepared in the same manner as in Example 
2 except that ammonium chloride was used 
in the amount shown below in the place of 
guanidine hydrochloride and the antistatic 
agent was used in the amount shown below. 

The same dyed fabric of polyester as Ex- 
ample 1 was treated with the above composi- 
tion in the same manner as in Example 1, 
whereby fabric having the following proper- 
ties was obtained. 


35 


40 


45 


Amount of antistatic 
agent used (parts) 

Amount of NH 4 Q 
used (parts) 

Water repellency: 

Oil repellency: 

Electrostatic 


1,346,098 


0.5 


0.5 


0.5 


100 
7 

320 V 


100 
7 

12 V 


100 
7 

95 V 


Color j 
fastness 

' In dry 

state 

4-5 

3 

3 

to . 1 
rubbing: 1 

I in wet 
L state 

4-5 

2 

2 


15 


Example 3. , 
(a) Preparation of the homopoiymer of 

C,F 1I CH s CH 2 OOCC(CH 8 )=CH 2 . 

5 In the same flask as in Example 1 were 
placed 100 grams of 

C,E„CH 2 CH S OOCC(CH 0 )=CH 2 , 

5 grams of trimemyloctadecyl ammonium 
1 gram of azoHsisobutyroamidine 

10 ScSorldeflS grams of ac^andSO 
Sams of deoxygenated water, ^d hea^ at 

58_62°C in nitrogen stream for 6 hour* 
5 ThTpolymer emulsion thus obtained had a 
polymer concentration of >i>/ 0 - 

fW Preparation of antistatic polymer. 
S aToTml four-necked Aask eqmpped 
with a reflux condenser, thermom«er, drop- 
^ funnel and stirrer were placed 37 g of 

CH 3 O(CH 2 Ca 2 O) 0 0CXXCH 3 )=CH 2 , 
7 e of Elycidyl methacrylate, 200 g of di- 

S"«=HE*£s: 

^ Preparation of water- and ?u-repel- 
!i C) composition and treatment of fibrous 
material 


1.5 parts of the polymer^emdsto ob- 
tained above (a) was niix^ with stmmg 
with 0.2 part of antistatic polymer of above 
^cfeolved in 20 parts of watt* and 0.5 
p^TSidine hydrochloride dassolvedm 
The resultant matt^ was 
dtaed witb water to produce 100 parts of 
w^ST and oil-repellent composition, milky 

"fabric of polyester was treated 
the composition obtained as above in the same 
in Example 1, whereby ^ 
having the following properties was ob- 
tained. 

100 
7 

25 V 


35 


45 


20 


100 
7 

2280 V 


30 


Water repellency: '"X 50 

Oil repellency: 
Electrostatic voltage 

For comparison the same fabric as aboyewas 
treated in the same manner as above except 
tot no antistatic polymer was add^to *e 
exposition. The fabric thus obtained dis- 
played the following properties. 

Water repellency: 
Oil repellency: 
Electrostatic voltage 

PWther for comparison, the same fabric 

tained. qq 

Water repellency: ™ 

Oil repellency: - oV 

Electrostatic voltage: v 

Example 4. 
(a) Preparation of the copolymer of 


60 


65 


70 


C s F w SO^(CA)CH s CH 2 OOCC(CB a )=CH a 


9 


1,346,098 


9 


and butadiene. 

In a 100-ml pressure ampoule were placed 
31.5 grams of deoxygenated water, 4.7 grams 
of acetone, 1.25 grams of 


5 C 8 F 1T S0 2 NH(CH 2 )3N(CH^) 2 .Ha, 


0.05 gram of potassium persulfate, 0.125 
gram of dodecylmercaptan, 0.125 gram of n- 
octylmercaptan and 12.5 grams of butadiene, 
and the ampoule was sealed. The ampoule 
was heated with shaking at 50°C for 26 hours 10 
to polymerize the monomers. After this re- 
action, 12.5 grams of 


C fi F 17 S0 2 N(C 2 H 3 )CH 2 CH 2 OOCqCH s )=CH 2 


and 8.8 grams of acetone were further added 
15 to the reaction mixture and heated at 50°C 
for 16 hours for further polymerization. Thus, 
polymer emulsion milky white in color hav- 
ing a polymer concentration of 29 percent 
was obtained. 

20 (b) Preparation of antistatic polymer. 

In a 300-ml four-necked flask equipped 
with a reflux condenser, thermometer, drop- 
ping funnel and stirrer were placed 40 g of 

QeHsaOCCHaC^OXoOCCH^ CH 2 , 

25 2 g of N-methylol acrylamide 200 g of di- 
methylfbrmamide and 0.5 g of azobisiso- 
butyronitrile. The mixture was stirred homo- 
geneously at room temperature and the tem- 
perature of the system was gradually raised 

30 to 60°C. The system was stirred at that tem- 
perature for 10 hours, whereby transparent 
viscous polymer solution was obtained. The 
polymer was soluble in acetone and dimethyl 
formamide but insoluble in water. One part 

35 of the resultant polymer solution was mixed 
with stirring with 99 parts of water to pro- 
duce 1% aqueous dispersion of the polymer. 

(c) Preparation of water- and oil-repellent 
composition and treatment of fibrous material 

40 1.5 parts of the polymer emulsion prepared 
as above (a) was mixed with stirring with 
2.5 parts of 1% aqueous dispersion of anti- 
static polymer prepared in the above man- 
ner (b) and 0.5 part of guanidine hydrochlor- 

45 ide dissolved in 20 parts of water. The mi- 
ture was diluted with water to produce 100 
parts of water- and oil-repellent composition, 
milky white in color. 
Tropical fabric of polyester was treated 

50 with the above water- and oil-repellent com- 
position in the same manner as in Example 
1, whereby fabric having the following pro- 
perties was obtained. 


Water repellency: 
55 Oil repellency: 

Electrostatic voltage: 


100 
7 

25 V 


Example 5. 
"Amundsen fabric" dyed with the dis- 
perse dyes shown in Table 1 below was 
treated in the same manner as in Example 60 
1 with the water, and oil-repellent composi- 
tion obtained in Example 1. The color fast- 
ness to rubbing of the resultant fabric in wet 
state was as follows: 


TABLE 1 


Dyes used 


Foron-Blue-E-BL* 1 ' 
Foron-Black-E-PW* 2) 
Foron-Brown-S-2BL* 3) 
Foron-Red-E-2GL* 4) 


Color fastness to 
rubbing in wet state 
(degrees) 

4—5 
4 
4 
4 


Note: *1) to *4) are trade marks for disperse 
dyes of SANDOZ Kabushiki Kaisha, 
Japan. 


65 


70 


75 


Example 6. 
One part of the polymer emulsion obtained 
in the same manner as in Example 2 — a) was 
mixed with stilting with 0.1 part of "PER- 
MAX AW— 2" (trade mark, antistatic agent 80 
containing polymer of quaternary ammonium 
salt of diethyl aminoethyl methacrylate, Yoshi- 
mura Yukagaku Kabushiki Kaisha, Japan) 
dissolved in 20 parts of water and 0.1 part of 
guanidine hydrochloride dissolved in 20 parts 85 
of water. The resultant mixture was diluted 
with water to produce 100 parts of water- 
and oil-repellent composition, milky white in 
color. 

2 parts of "Amundsen fabric" of poly- 90 
ester was dipped in the composition thus ob- 
tained for one minute and squeezed to 80% 
impregnation based on the weight of the 
fabric treated. Then the fabric was dried at 
80°C for 10 minutes and heat-treated at 95 
150°C fox 3 minutes, whereby fabric having 
the following properties was obtained. 


10 


1346,098 


10 


Fabric 
treated 


Contrast 
(Non-treated fabric) 


Water repellency: 

100 

0 

Oil repellency: 

7 

0 

Electrostatic 
voltage: 

28 V 

1900 V 


10 


15 


For comparison the same fabric was 
treated in the same manner as above using 
the same composition except that guamoine 
hydrochloride was not added to the composi- 
tion, which gave fabric having water repel- 
lency of 80, oil repellency of 7 and antistatic 
voltage of 485 V. Further, for comparison, 
the same fabric was treated in the same man- 
ner as above using the same composition (ex- 
cept that ammonium chloride was used in 
the place of guanidine hydrochloride. The 
fabric thus obtained displayed water repel- 
lency of 100 and oil repellency of 7 with nigh 
antistatic voltage of 488 V. 

Example 7. 
One part of the polymer emulsion obtained 


in the same manner as in Example 
3— was mixed with the predetermined 
amount of "PERM AX AW-2" (trade mark, 
the same as in Example 6) and goamdine 
phosphate in the same manner asmta- 
ple 6 to produce water- and oil-repellent 

^^mdsen fabric" of polyester wis 
treated with the above composition in the 
same manner as in Example 6. Thus fabric 
having the properties shown in Table 2 below 
was obtained. The table also shows the pro- 
perties of the fabric treated in the same man- 
ner as above using the same composmon ex- 
cept that ammonium monohydrogen phos- 
phate was used in the place of gaantdme 
phosphate. 


20 


25 


30 


11 


1,346,098 


11 



12 


1,346,098 


12 


140°C for 5 minutes, whereby fabric of the 
following properties was obtained. 


10 


15 


20 


Jn the same 
were placed 75 


Water repellency: 
Oil repellency: 
Electrostatic voltage: 


100 
7 

20V 


Example 9. 

2 parts of the polymer emulsion obtained 
in the same manner as in Example 2— -a) was 
mixed with stirring with 1 part of "Aston 
900 EP" (trade mark, polyethylene polyamine 
antistatic agent, Millmaster Onyx Corp., 
U.S.A.) dissolved in 20 parts of water and 
0.2 part of guanidine hydrochloride dissolved 
in 30 parts of water. The resultant mixture 
was diluted with water to produce 100 parts 
of water- and oil-repellent composition, milky 
white in color. 

"Amundsen fabric" of polyester, taffeta 
fabric of polyamide and taffeta fabric of poly- 
propylene were respectively treated with the 
above composition in the same manner as in 
Example 1. Each fabric thus treated showed 
water repellency of 100, oil repellency of 7 
and excellent antistatic property. 


25 


__ r „ 10. 
a) Preparation of homopolymer of 

C 7 F 15 CH 2 OOCCH=CH 2 . 


as in Example 1— (a) 
of 


C T F u OT 2 OOCCtt==CH 2 , 

2.8 parts of sodium lauryl sulfate, 0.4 part 
of potassium persulfate and 135 parts of de- 
oxidated water. The mixture was then heated 
in nitrogen gas stream at 50°C for 3 minutes, 
whereby polymer emulsion having a con- 
centration of 33% was obtained. 

b) Preparation of water- and oil-repellent 
composition and treatment of fibrous mater- 
ials. . , 

One part of the polymer emulsion obtained 
above a) was mixed with 0.3 part of "TH— 
44" (trade mark, aqueous dispersion of par- 
affin wax and polymer of quaternary ammon- 
ium salt of dimethylaminoethyl methacrylate, 
Nikka Chemical Ind. Co., Ltd., Japan) dis- 
solved in 20 parts of water and 0.2 part of 
a guanidine salt dissolved in 20 parts of 
water, the guanidine salt used being specified 
in Table 3 below. The mixture was diluted 
with water to produce 100 parts of water- 
and oil-repellent composition. 

"Amundsen fabric" of polyester dyed with 
"Foron Brown S— 2BL" (trade mark, the 
same as in Example 5) was treated with each 
composition in the same manner as in Ex- 
ample 6, whereby fabric having the proper- 
ties shown in Table 3 below was obtained. 


30 


35 


40 


45 


r- 50 


55 


TABLE 3 


Color fastness 


Guanidine 
salt 

Water 
repellency 

Oil 
repellency 

Antistatic 
voltage 
(V) 

to rubbing 

Dry 

Wet 

Acetate 

100 

7 

18 

4 — 5 

4-5 

Sulfate 

100 

7 

22 

4-5 

4 — 5 

Nitrate 

100 

7 

30 

4-5 

4 — 5 

Phosphate 

100 

7 

18 

4-5 

4 — 5 

Non-treated 
fabric 

0 

0 

580 

4-5 

4-5 


Example 11. 

60 Water- and oil-repellent composition was 
prepared in the same manner as in Example 
8 except that 0.6 part of the polymer emul- 
sion obtained as in Example 2— (a) was 
used in the place of the polymer emulsion 

65 obtained as in Example 4— <a). 

Taffeta fabric of polyester was dipped in 
the composition thus obtained for 2 minutes 
and squeezed at 40% impregnation. Then the 
fabric was dried at 80°C for 10 minutes and 


heat-treated at 150°C for 3 minutes to ob- 
tain fabric having water repellency of 100 
and oil repellency of 7. 

The fabric thus treated was forcibly rubbed 
against taffeta fabric of polyamide sixty 
tunes for 30 seconds and brought to a posi- 
tion one cm away from cigarette ashes, but 
none of the ashes were attracted to the 
fabric, mis showing excellent antistatic pro- 
perty. For comparison non-treated fabric of 
polyester was rubbed against the taffeta fabric 


70 


75 


80 


13 


1,346,098 


13 


of polyamide as above and brought close to 
cigarette ashes. Even when the fabric was 
about 10 cm away from the ashes the fabric 
attracted a great amount of ashes. 

5 Example 12. 

(a) Preparation of guanidine malonate. 
Aqueous solution of 191 parts of guanidine 
hydrochloride dissolved in 1500 parts of 
water was passed through a column filled with 

10 1500 parts ion exchange resin (Amberlite 
IRA— 400 [OH] type) ("Amberlite" is a 
Trade Mark). Then resultant ion exchanged 
liquid was concentrated to produce 800 parts 
of guanidine solution. After a part of the 

15 guanidine solution was titrated with 0.1 N- 
hydrochloric acid to determine concentration 
thereof, the solution was mixed with equi- 
valent amount thereto of 10% aqueous 
malonic acid solution and the mixture was 

20 stirred at room temperature. The resultant 
mixture was diluted with water to obtain 
colorless transparent aqueous solution contain- 
ing 10% reaction product of guanidine and 
malonic acid. 


(b) Preparation of water- and oil-repellent 25 
composition and treatment of fibrous mater- 
ial. 

0.5 part of polymer emulsion obtained in 
the same manner as in Example 2 — (a) was 
slowly stirred with 0.5 part of "TAKENON 30 
AS — 100" (trade mark, the same as in Ex- 
ample 1) dissolved in 20 parts of water and 
2 pans of 10% aqueous solution of the re- 
action product of guanidine and malonic acid 
obtained as in (a) above. The resultant mix- 35 
ture was diluted with water to produce 100 
parts of water- and oil-repellent composi- 
tion, milky white in color. 

Tropical fabric of polyester was dipped in 
the above composition for 3 minutes and 40 
squeezed to 70% impregnation based on the 
weight of the fabric treated. Then the fabric 
was dried at 80°C for 10 minutes and heat- 
treated at 150°C for 3 minutes. 

Nn change was observed in color and soft- 45 
ness of the resultant fabric. The fabric dis- 
played the following properties: 



Fabric 

Contrast 


obtained 

(Non-treated fabric) 

Water repellency: 

100 

0 

Oil repellency: 

7 

0 

Electrostatic 



voltage: 

2 V 

500 V 


For comparison the same fabric was treated 
50 in the same manner as above using the same 
composition except that the reaction pro- 
duct of guanidine and malonic acid was not 
added to the composition, whereby fabric 
having the following properties was obtained. 

55 Water repellency: 80 
Oil repellency: 7 
Electrostatic voltage: 350 V 

Further, for comparison, the same fabric 
was treated in the same manner as above 
60 using the same composition except that 
"TAKENON AS — 100 s ' (trade mark, the 
same as in Example 1) was not added to the 
composition. The fabric obtained showed the 
following properties: 

65 Water repellency: 100 
Oil repellency: 7 
Electrostatic voltage: 410V 

Example 13. 
Guanidine solution was obtained in the 
70 same manner as in Example 12 except that 


the ion exchange step was conducted at 50°C. 
The guanidine solution was mixed with equi- 
valent amount of 10% aqueous maleic acid 
solution and the mixture was stirred at room 
temperature. The resulting mixture was dil- 75 
uted with water to produce 10% aqueous 
solution of reaction product of guanidine and 
maleic acid 

2 parts of the resultant solution was mixed 
with 1.5 parts of the polymer emulsion ob- 80 
tained in the same manner as in Example 
4-— (a) and 0.2 part of antistatic polymer 
dissolved in 20 parts of water, the polymer 
being obtained in the same manner as in 
Example 3 — (b). The resultant mixture was 85 
diluted with water to produce 100 parts of 
water- and oil-repellent composition, milky 
white in color. 

Taffeta fabric of polyester was dipped in 
the composition and squeezed to 40% im- 90 
pregnation based on the weight of the fabric. 
Then the fabric was dried at 80°C for 20 
minutes and heat-treated at 150°C for 3 
minutes, whereby fabric having the follow- 
ing properties was obtained. 95 


14 


1,346,098 

Fabric 
obtained 


14 


Contrast 
(Non-treated fabric) 


Water repeUency: 

100 

0 

Oil repeUency: 

7 

0 

Electrostatic 
voltage: 

8 V 

320 V 


10 


Example 14. 
Twelve kinds of water- and oil-repellent 
compositions were prepared in the same man- 
ner as in Example 12 by using varied amounts, 
shown in Table 4 below, of 10% aqueous 
solution of guanidine-malonic acid reaction 
product or of ammonium chloride, fluorine- 
containing polymer emulsion (as in Example 
12) and "TH— 44" (trade mark, the same 
as in Example 10). 


"Amundsen fabric" of polyester dyed with 
"Foron-Blue— E— BL" (trade mark, the 
same as in Example 5) was treated with the 
twelve respective compositions in the same 
manner as to Example 1. The properties of 
the fabric thus obtained are shown in Table 
4 below. 
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15 
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10 


15 


Example 15. 

Three kinds of water-, and oil-repellent 
composition were prepared in the same man- 
ner as in Example 12 in which the Mow- 
ing antistatic agents were respectively used m 
S pbce of "TAKENON AS-100" (trade 
mark, the same as in Example 1). 

Antistatic agents used: 

"TH— 44" (trade mark, the same as in 
Example 10) , 

"PERMAX AW—2" (trade mark, the same 

as in Example 6) , , 

"Aston 900 EP" (trade mark, the same as 
in Example 9) , 
Tropical fabrics of polyester were treated 
with respective compositions in the same man- 
ner as in Example 12. The fabrics obteined 
were excellent in properties as in Example \£>. 


Example 16. 
0 5 par of 20% solution of diethylammo- 
ethyl methacrylate - 2 - ethylhexyi meth- 
acrylate copolymer dissolved in water-butyl 
CeUosolve mixture was diluted with 20 parte 
of water and the solution was mixed with 
1.5 parts of 30% polymer emulaon prepared 
in the similar manner as in Example 1— (a) 
and 5 parts of 10% solution of guamdme- 
malonic acid reaction product obtained in the 
same manner as in Example 12. The result- 
ant mixture was diluted with water to pro- 
duce 100 parts of water and oil-repellent 
composition, milky in white in color. 

"Amundsen fabric" of polyester was 
treated with the above composition in the 
same manner as in Example 12, whereby 
fabric having the Mowing properties was 
obtained. 


20 


25 


30 


35 



Fabric 
obtained 

Contrast 
(Non-treated fabric) 

Water repellency: 

100 

0 

Oil repellency: 

7 

0 

Electrostatic 
voltage: 

3 V 

1380 V 


WHAT WE CLAIM IS: — 
40 1. A water- and oil-repeUent composition 
which comprises an aqueous medium having 
dispersed therein, in a concentration ot uad 
to 10 weight percent, a fluonne-containing 
polymer having side chains containing a per- 
45 fluoroalkyl group of 3 to 21 carbon atoms, a 
water-soluble salt of guanidine m an amount 
of 0001 to 10 times the weight of said mior- 
ine-containing polymer and an antistatic agent 
in an amount of 0.0003 to 20 times the 
50 weight of said fluorme-containing polymer. 
2 A composition according to Claim 1, m 
which said fluorme^cmtaining polymer is a 
polymer containing at least 25 weight / 0 ot 
units of a monomer selected from monomers 
55 having the formulae 


R f S0 2 NR 4 00CCR 5 =CH 2 
R f (CH 2 ) Q OOCCR fr =CH 2 

I ™r 

R,CONR*OOCCR 5 =CH 2 
OH 

ROI 2 CHCH 2 OOCCR 5 =CH 3 
OOCR 6 

60 R,CH 2 CHCH 2 OOCCR & =CH 2 

r,ch 2 cocx:h=ch 2 

^CH^CHfCH^OOCCR^CH, 


wherein R, is a perfluoroalkyl group of 3 to 
21 carbon atoms, R 3 is hydrogen or an aftyl 
croup of 1 to 10 carbon atoms, R 4 is an 
alkylene group of 1 to 10 carbon atoms, R 
is hydrogen or methyl, R 8 is an all^ group 
of 1 to 17 carbon atoms and n is an integer 
of 1 to 10. a . , . t ^ 

3 A composition according to claim l or 
2, in which said water-soluble salt of guan- 
idine is a guanidine salt of an inorganic mono- 
or poly-basic acid . 

4 A composition according to claim 1 or 
2 in which said water-soluble salt of guan- 
idine is a guanidine salt of an organic mono- 
basic add. - . A 

5. A composition according to claim 1 or 
2, in which said water-soluble salt of guan- 
idine is a guanidine salt of an organic poly- 
basic acid. 

6. A composition according to any preceo- 
ing claim, in which said antistatic agent is a 
polymer containing in the molecule alkylene 
glycol chains having the formula 

-CH 2 CH 2 0- or -O^Crfc^O-. 

7. A composition according to claim 6, in 
which said antistatic agent is a polymer con- 
taining at least 70 weight percent of units of 
a monomer selected from monomers having 
the formulae 
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75 


80 


85 


90 
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R^CHjCHjOUDCCR^CH^ 
CH^C^COO^CHjOVOCCR^CH,, 
R 1 0[OT(CH s )CH 2 0] I1 C)Cai^CH 2 , 
CH J =C» i! COO[CH(CH«)CH ! O] ll 0CCR s 

=ca„ 

R^CCHjCHjO), [CH(a^)CH 2 0] m 

OCCR^CH,, 
CH i! =CR t COO(CH 2 CH 2 0) a [CH(CH I ) 

CH 1 0] m OCX:R 2 =CH 2 , 


l'-{D-0CC%CH 2 0) fl 0CCR^CIIj 


Bj-OofcBCCH^CHjO^OCC^ 


«f-O-0(C^CII 2 0) n [ai (CH^O^OCCR^ 


10 R'COCKCHijCHjO^OCX^feaij, 
R t C00[CH(CH J )CH 2 O] I1 0CCR*=CH ! , 
R'COOCCHjCH^OXtCHCCHa^Olo, 

OCCR s =CH 2) 


R'CON' 


<CH z CH 2 0) ; OCCfi?-CH 2 


(CH 2 C8 Z 0) 0 OCCR^CH 2 
CCMgCHaO^R 1 


15 


A 

CHj CHCHjOOCR 1 

CM(CH 2 CH 2 0) n -Z 

4cH 2 0) ffl -X 


and 

HS[CH 2 CHR S COO(CH 2 CH,OXCOCHR ! 

CH2S]<iH 

wherein R 1 is hydrogen or an alkyl group 
of 1 to 20 carbon atoms and R 2 is hydrogen 
or methyl, at least one of X, Y and Z re- 
presents -OCCR*=CH 2 , -CH=CH 2 or 
— CQ^CHs and any remainder are R 1 or 
R l CO, R 1 and R 2 being as defined above, and 
independently each of n, m and p is a number 
from 1 to 100, and q is a number from 1 
to 200. 

8. A composition according to any preced- 
ing claim, in which said water-soluble salt 
of guanidine is present in the composition 
in an amount of 0.5 to 5 times the weight 
of the fluorine-containing polymer. 

9. A composition according to any preced- 
ing claim, in which said antistatic agent is 
present in the composition in an amount of 
0.5 to 11 times the weight of the fluorine- 
containing polymer. 

10. A water- and oil-repellent composition, 
according to Claim 1 and substantially as 
hereinbefore described. 

11. A water- and oil-repellent composi- 
tion according to claim 1, according to any 
one of the examples. 
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